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© Stretchable nonwoven barrier fabric method of making and use of same. 

© A barrier fabric having stretch and recovery properties and a method of producing are disclosed The 
method includes the steps of heating at least one nonwoven web containing meltblown non^lastc thermoplastic 
polymer fibers to a temperature at which the peak total energy absorbed by the nonwoven web erf meltblown 
fibers is at least about 250 percent greater than the amount absorbed by the nonwoven web of meltblown fibers 
at room temperature; applying a tensioning force to neck the heated nonwoven web; and cooling toe i<mcM 
nonwoven web so that the nonwoven web has at least the same hydrostatic head and/or particulate barner 
properties as the nonwoven web before necking. Also disclosed is a stretchable barrier fabric composed of a 
inwoven web of meltblown non-elastomeric thermoplastic polymer fibers, the nonwoven web being heat treated 
so that it is adapted to stretch at least about 10 percent more than an identical untreated nonwoven web of 
meltblown non-elastomeric thermoplastic polymer fibers. The stretchable barrier fabric is a^ted to pr^de a 
hydrostatic head of at least about 20 cm and/or a particle holdout efficiency of at least about 40 percent for 
particles having an average size greater than 0.1 urn. The stretchable barrier fabric may be a component of a 
multilayer material and may be used in disposable protective garments. 
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The present invention relates to a stretchable nonwoven barrier fabric as a material having stretch and 
recovery properties, a method of making those materials and the use of same. 

There are many types of limited use or disposable protective apparel that are designed to provide 
barrier properties. Examples of such apparel include surgical gowns, patient drapes, face masks, shoe 
covers, industrial work wear and coveralls. Other examples include outer covers of disposable personal care 
products such as disposable diapers and incontinence garments. 

For most applications, protective apparel needs to be made from fabrics that are relatively impervious 
to liquids and/or particulates. These barrier fabrics must also be suited for the manufacture of protective 
apparel at such low cost that the garments may be discarded after only a single use. Most inexpensive 
materials used for protective apparel have an important flaw. They are uncomfortable. 

One such barrier fabric is a calendered flash-spun polyethylene spunbond fabric known as Tyvek®. 
This fabric is available from E. I. duPont De Nemours & Company. Although Tyvek® is inexpensive, it offers 
little breathability or stretch and so is uncomfortable to wear. Another type of material is generally known as 
spunlace fabric. E. I. DuPont De Nemours & Company provides a spunlace fabric under the trade 
designation Sontara®. Spunlace fabric generally refers to a material which has been subjected to hydraulic 
entangling. Although spunlace fabric is relatively inexpensive, breathable and can be deformed, the 
deformation is generally considered to be permanent and can be described as non-recoverable stretch. 

Nonwoven webs of very small diameter fibers or microfibers have long been known to be permeable to 
air and water vapor while remaining relatively impermeable to liquids and/or particulates. Useful webs of 
small diameter fibers can be made by extruding non-elastomeric thermoplastic polymers utilizing fiber 
forming processes such as. for example, meltblowing processes. Although nonwoven webs of meltblown 
fibers formed from non-elastomeric polymers are relatively inexpensive and breathable, those highly 
entangled webs tend to respond poorly to stretching forces. Elongation that occurs in such matenals is 
generally considered to be a permanent, non-recoverable elongation (i.e.. non-recoverable stretch). For 
example, nonwoven webs made from conventional thermoplastic polypropylene are usually considered to 
have non-recoverable stretch. ...... u , 

K is desirable to have a material that is permeable to air and water vapor yet is relatively impermeable 
to liquids and/or particulates. Such a "breathable" material can dramatically increase the comfort of 
someone wearing a garment, especially if the garment must be worn under high heat index conditions, 
during vigorous physical activity, or for very long periods. Ventilation holes, ports and/or panels may be 
relatively ineffective and can compromise the protection of the wearer. Furthermore, a process of 
manufacturing garments with ventilation holes, ports and/or panels generally tends to be more complex and 
less efficient than a process of making garments without such features. Complex and relatively inefficient 
manufacturing processes can eliminate the cost advantages provided by inexpensive matenals. 

With respect to stretch properties, materials which are readily stretchable and have recovery (ie.. 
materials that contract upon termination of a biasing force following stretching of the material by application 
of the biasing force) are generally considered to be more comfortable than materials having non- 
recoverable stretch" (i.e.. materials that do not contract upon termination of a biasing force). Stretch and 
recovery is desirable in situations where sudden movement could cause a garment made of an unyielding 
fabric to rip open. Also, stretch and recovery are desirable in situations where sagging fabnc or very loose 
fitting, baggy garments may snag and tear or otherwise pose a hazard. 

In the past, stretch and recovery have been imparted to garments by adding elastomeric sections, 
pieces and/or strips. These elastomeric components have included nonwoven webs made from elastomenc 
polymers. Although such elastomeric materials provide highly desirable stretch and recovery, they are 
relatively expensive when compared to non-woven materials made from non-elastomeric polymers, such as, 
commodity polyolefins. Additionally, some elastomeric materials may degrade upon exposure to certain 
liquids and/or gases that can be present in many industrial and medical environments. Furthermore, a 
process of manufacturing garments by joining several different types of fabric together generally tends to 
be more complex and less efficient than a process of making garments from a single fabnc. Complex and 
relatively inefficient manufacturing processes generally reduce the cost advantages provided by inexpensive 

One S material that has demonstrated stretch without requiring elastomeric materials has been suggested 
in u. S. Patent No. 4.965,122. According to that patent, a tensioning force is applied to a fabric to reduce its 
width while the fabric Is at ambient temperature. The material Is then heated and cooled white ft Is necked 
so that it retains a memory of its necked condition which causes ft to recover to generally about Its necked 
dimensions after rwn^fcstiuctive stretching hi the necked directed. While such a process works we^with 
certain materials, ft is largely unacceptable for treating a nonwoven web of very fine fibers such as 
meltblown microfibers. especially, when. ft Is Important to preserve, the barrier properties- of the web. 
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Generally speaking, nonwoven webs of non-elastic meltblown microfibers suitable as barrier materials have 
a highly entangled network of fibers. Instead of necking, such webs tend to tear or rip when any appreciable 
tensioning force is applied at room temperature. 

Thus, a need exists for an inexpensive material which is permeable to air and water vapor yet relatively 
5 impermeable to liquids and/or particulates and which has stretch and recovery properties. There is also a 
need for a material having those properties which is relatively tough, durable, conformable, lightweight and 
suited for high-speed manufacturing and converting processes. There is a need for apparel/garments that 
are relatively impermeable to liquids and/or particulates and require little or no other materials, components, 
treatments, or the like to provide desirable comfort features such as, for example, conformability, breathabil- 
w ity, and stretch and recovery properties. 

In order to meet such and related needs the invention provides a stretchable nonwoven barrier fabric 
according to independent claim 1 and a method of producing stretchable nonwoven barrier fabric according 
to independent claim 15 and use of same according to independent claim 21. Further advantageous 
features, aspects and details of the fabric, the method and their use, are evident from the dependent claims, 
15 the description, examples and drawings. 

There also exists a need for protective garments that are composed substantially or entirely of an 
inexpensive material such that the garments are relatively impermeable to liquids and/or particulates and so 
inexpensive as to be disposable while also being conformable, breathable, and having stretch and recovery 
properties. In order to meet such needs the invention provides a multilayer material according to 
20 independent claim 7 and a disposable protective garment according to independent claim 25. Further 
advantageous features, aspects and details of the multilayer material and the disposable garment are 
evident from the dependent claims, the description, aspects and drawings. The claims are intended to be 
understood as a first non-limiting approach of defining the invention in general terms. 

As used herein, the terms "stretch" and "elongation" refer to the difference between the initial 
25 dimension of a material and that same dimension after the material is stretched or extended following the 
application of a biasing force. Percent stretch or elongation may be expressed as [(stretched length - initial 
sample length) / initial sample length] x 100. For example, if a material having an initial length of 1 inch is 
stretched 0.85 inch, that is, to a stretched or extended length of 1.85 inches, that material can be said to 
have a stretch of 85 percent. 
30 As used herein, the term "recovery" refers to the contraction of a stretched or elongated material upon 
termination of a biasing force following stretching of the material from some initial measurement by 
application of the biasing force. For example, rf a material having a relaxed, unbiased length of one (1) inch 
is elongated 50 percent by stretching to a length of one-and-one-half (1.5) inches, the material is elongated 
50 percent (0.5 inch) and has a stretched length that is 150 percent of its relaxed length. If this stretched 
35 material contracts, that is, recovers to a length of one-and-one-tenth (1 .1) inches after release of the biasing 
and stretching force, the material has recovered 80 percent (0.4 inch) of its one-half (0.5) inch elongation. 
Percent recovery may be expressed as [(maximum stretch length - final sample length) / (maximum stretch 
length - initial sample length)] x 100. 

As used herein, the term "non-recoverable stretch" refers to elongation of a material upon application of 
40 a biasing force which is not followed by a contraction of the material as described above for "recovery". 
Non-recoverable stretch may be expressed as a percentage as follows: 

Non-recoverable stretch = 100 - recovery when the recovery is expressed in percent. 

45 As used herein, the term "nonwoven web" refers to a web that has a structure of individual fibers or 
filaments which are interlaid, but not in an identifiable repeating manner. Nonwoven webs have been, in the 
past, formed by a variety of processes known to those skilled in the art such as. for example, mettblowing, 
spunbonding and bonded carded web processes. 

As used herein, the term "spunbonded web" refers to a web of small diameter fibers and/or filaments 

so which are formed by extruding a molten thermoplastic material as filaments from a plurality of fine, usually 
circular, capillaries in a spinnerette with the diameter of the extruded filaments then being rapidly reduced, 
for example, by non-eductive or eductive fluid-drawing or other well known spunbonding mechanisms. The 
production of spunbonded nonwoven webs Is Illustrated in patents such as Appel, et al.. U.S. Patent No. 
4.340,563; Dorschner et a!., U.S., Patent No. 3.692,618; Kinney, U.S. Patent Nos. 3338,992 and 3.341.394; 

65 Levy, U.S., Patent No. 3^76^- Peterson, IJLS Patent No. 3,502.538; Hartman. U.S. Patent No. 3,502,763; 
Dobo et al., U.S: Patent No. 3^ No. 803;714; v J > 

As us ?$ .Ns*- the,Mrm^^ means fibers formed by extruding a molten thermoplastic 

material through a plurality of firfe. usually: drcuiar. v die capillaries as molten threads <h^ filainems Into a hlgh'4 
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velocity gas (e.g. air) stream which attenuates the filaments of molten thermoplastic material to reduce their 
diameters, which may be to microfiber diameter. Thereafter, the meltblown fibers are carried by the high- 
velocity gas stream and are deposited on a collecting surface to form a web of randomly disbursed 
meltblown fibers. The meltblown process is well-known and is described in various patents and publications, 
including NRL Report 4364. "Manufacture of Super-Fine Organic Fibers" by V.A. Wendt. E.L. Boone, and 
CD. Fluharty; NRL Report 5265. "An Improved device for the Formation of Super-Fine Thermoplastic 
Fibers" by K.D. Lawrence, R.T. Lukas. and J.A. Young; and U.S. Patent No. 3,849,241. issued November 
19, 1974, to Buntin, et al. 

As used herein, the term "microfibers" means small diameter fibers having an average diameter not 
greater than about 100 urn. for example, having a diameter of from about 0.5 urn to about 50 urn, more 
specifically microfibers may also have an average diameter of from about 1 urn to about 20 urn. Microfibers 
having an average diameter of about 3 urn or less are commonly referred to as ultra-fine microfibers. A 
description of an exemplary process of making ultra-fine microfibers may be found in, for example, U.S. 
Patent application Serial No. 07/779,929, entitled "A Nonwoven Web With Improved Barrier Properties", 
T5 filed November 26, 1991, incorporated herein by reference in its entirety. 

As used herein, the term "thermoplastic material" refers to a high polymer that softens when exposed 
to heat and returns to its original condition when cooled to room temperature. Natural substances which 
exhibit this behavior are crude rubber and a number of waxes. Other exemplary thermoplastic materials 
include, without limitation, polyvinyl chloride, polyesters, nylons, polyfluorocarbons. polyethylene, polyure- 
20 thane, polystyrene, polypropylene, polyvinyl alcohol, caprolactams. and cellulosic and acrylic resins. 

As used herein, the term "disposable" is not limited to single use articles but also refers to articles that 
can be discarded if they become soiled or otherwise unusable after only a few uses. 

As used herein, the term "garment" refers to protective apparel and/or shields including for example, 
but not limited to. surgical gowns, patient drapes, face masks, shoe covers, coveralls, work suits, aprons as 
25 well as outer covers for diapers, training pants and the like. 

As used herein, the term "barrier fabric" refers to a fabric having a useful level of resistance to 
penetration by liquid and/or particulates. Generally speaking, resistance to liquid penetration is measured by 
hydrostatic head tests, strike-through tests, water spray penetration tests and the like. Resistance to 
penetration by particulates may be measured by determining the air filter retention of dry particles and can 
30 be expressed as a particles holdout efficiency. Generally speaking, barrier fabrics should resist penetration 
by a column of tap water of at least about 20 cm and/or should have a particle hold-out efficiency of at least 
about 40 percent for particles having a diameter greater than about 0.1 um. 

As used herein, the term "hydrostatic head" refers to a material's resistance to water penetration as 
determined in accordance with the standard hydrostatic pressure test AATCCTM No. 127-1977 with the 
35 following exceptions: (1) The samples are larger than usual and are mounted in a stretching frame that 
clamps onto the cross-machine direction ends of the sample, such that the samples may be tested under a 
variety of stretch conditions (e.g., 10%. 20%. 30%. 40% stretch); and (2) The samples are supported 
underneath by a plastic mesh or net having a hexagonal pattern of about 64 hexagons per square inch to 
prevent the sample from sagging under the weight of the column of water. 
40 As used herein, the term "particle hold-out efficiency" refers to the efficiency of a material at preventing 
the passage of particles of a certain size range through the material. A high particle holdout efficiency is 
desirable Particle holdout efficiency may be measured by determining the air filter retention of dry particles 
utilizing tests such as. for example. IBR Test Method No. E-217. Revision G (1/15/91) performed by 
InterBase Resources, Inc. of Grass Lake. Michigan. Generally speaking, in such tests particulate matter is 
45 dispersed into the air on the "challenge" side of a test fabric by means of a fan which directs the particle- 
containing air onto the face of the test fabric. The concentration of dust particles in the "challenge 
atmosphere and the concentration of dust particles in the atmosphere on the reverse side of the test fabric 
(i.e.. the particles that have passed through the fabric) are measured in various size ranges by a particle 
counter. A particle holdout efficiency is calculated from the difference in the concentration, 
so The term "a-transition" as used herein refers a phenomenon that occurs in generally crystalline 
thermoplastic polymers. The transition denotes the highest temperature transition below the melt transi- 
tion (T m ) and Is often referred to as pre-melting. Below the a-transition. crystals in a polymer are fixed. 
Above the a-transition. crystals can be annealed Into modified structures. The a-transition Is well known and 
has been described In such publications as, for example. Mechanical Properties of Polymers and 
ss Composites (Vol. 1) by Lawrence E. Nieteen; and Polymer MofKxjraphs. ed. K MoraweKz, (Vol. 2 - 
Polypropylene by H.P. Frank). Generally «peaWr^, the aHransW Scanning 
Calorimetry techniques on equipment such as. for example, a Mettler DSC 30 Differential Scanning 
Calorimeter. Standard condrtions for typical measurements are as follows: Heat profile. 30'C to a 
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temperature about 30 -C above the polymer melt point at a rate of 10-C/minute; Atmosphere. Nitrogen at 
60 SCC/minute; Sample size, 3 to 5 milligrams. 

The expression "onset of melting at a liquid fraction of five percent" refers to a temperature which 
corresponds to a specified magnitude of phase change in a generally crystalline polymer near its melt 
5 transition. The onset of melting occurs at a temperature which is lower than the melt transition and is 
characterized by different ratios of liquid fraction to solid fraction in the polymer. The onset of melting is 
determined using Differential Scanning Calorimetry techniques on equipment such as. for example, a 
Mettler DSC 30 Differential Scanning Calorimeter. Standard conditions for typical measurements are as 
follows: Heat profile. 30 • to a temperature about 30 «C above the polymer melt point at a rate of 
w 10 • C/minute; Atmosphere, Nitrogen at 60 SCC/minute; Sample size, 3 to 5 milligrams. 

As used herein, the term "necked material" refers to any material which has been constricted in at least 
one dimension by processes such as, for example, drawing. 

As used herein, the term "neckable material" means any material which can be necked. 

As used herein, the term "stretch direction" refers to the direction of stretch and recovery. 
is As used herein, the term "percent neck-down" refers to the ratio determined by measuring the 

difference between the pre-necked dimension and the necked dimension of a neckable material and then 
dividing that difference by the pre-necked dimension of the neckable materiaJ; this quantity multiplied by 
100. For example, the percent neck-down may be represented by the following expression: 

20 percent neck-down = [(pre-necked dimension-necked dimension)/pre-necked dimension] x 100 

As used herein, the term "consisting essentially of" does not exclude the presence of additional materials 
which do not significantly affect the desired characteristics of a given composition or product. Exemplary 
materials of this sort would include, without limitation, pigments, antioxidants, stabilizers, surfactants, waxes. 
25 flow promoters, particulates or materials added to enhance processability of a composition. 

The present invention according to a specific aspect addresses the above described needs by 
providing a method of treating a nonwoven barrier fabric containing non-elastomeric meltblown thermoplas- 
tic polymer fibers so that the nonwoven barrier fabric has stretch and recovery properties. Generally 
speaking, the method of the present invention according to a preferred aspect includes the steps of (1) 

30 heating a nonwoven barrier fabric containing meltblown non-elastic thermoplastic polymer fibers to a 
temperature at which the peak total energy absorbed by the web is at least about 250 percent greater than 
the amount absorbed by the web at room temperature; (2) applying a tensioning force to neck the heated 
nonwoven fabric; and (3) cooling the necked nonwoven fabric, so that the necked nonwoven fabric has 
stretch and recovery properties as well as useful levels of resistance to penetration by liquids and/or 

35 particulates. For example, the stretchable barrier fabric should have at least the same hydrostatic head 
and/or particulate barrier properties as the barrier fabric before the heat treatment and necking. 

According to a further aspect of the invention, the nonwoven barrier fabric containing meltblown non- 
elastic thermoplastic polymer fibers can be heated to a temperature at which the peak total energy 
absorbed by the web is at toast about 275 percent greater than the amount absorbed by the web at room 

40 temperature. For example, the web can be heated to a temperature at which the peak total energy absorbed 
by the web is from about 300 percent greater to more than about 1000 percent greater than the amount 
absorbed by the web at room temperature. 

A barrier fabric according to a further aspect of the invention having stretch and recovery properties 
imparted by the above described treatment can be characterized as having a hydrostatic head of at least 

45 about 20 cm and the ability to stretch at least about 10 percent more than an identical untreated harrier 
fabric. For example, the stretchable meltblown fiber barrier fabric may have a hydrostatic head of at least 
about 30 cm and may be adapted to stretch from about 15 to about 300 percent more than an identical 
untreated barrier fabric. As a further example, the stretchable meltblown fiber barrier fabric may have a 
hydrostatic head of from about 35 cm to about 120 cm and may be adapted to stretch from about 20 to 

so about 200 percent more than an identical untreated barrier fabric. As yet another example, the stretchable 
meltblown fiber barrier fabric may have a hydrostatic head of from about 40 cm to about 90 cm. 

In another aspect of the present Invention, the stretchable meltblown fiber barrier fabric may be adapted 
to stretch from about 15 percent to about 100 percent For example, from about 20 to about 80 percent. 
The stretchable meltblown fiber barrier fabric may be adapted recover at least about 50 percent when 

66 stretched 60 r^rcent. to example, the stretchable meltblown fiber barrier fabric may be adapted to stretch 
from about v 151iercefrt to eJxKrt 60 percent and recover at least about 90 percent when stretched an amount 
between from about 15 percent to about 60 percent 

' ■'. r X'-' r«.i*>fe> • .S - • w - . . . ... 
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According to another aspect of the present invention, the stretchable barrier fabric may have a porosity 
exceeding about 30 (f^/minyft 2 (also, CFM/ft 2 ). For example, the barrier fabric may have a porosity ranging 
from about 35 to about 70 CFM/ft 2 . The barrier fabric may have a basis weight of from about 6 to about 400 
grams per square meter (gsm). For example, the basis weight may range from about 20 to about 150 

s grams per square meter. 

The meltblown fibers of the stretchable barrier fabric may include meltblown microfibers. Desirably, at 
least about 50 percent, as determined by optical image analysis, of the meltblown microfibers will have an 
average diameter of less than 5 urn. For example, at least about 50 percent of the meltblown fibers may be 
ultra-fine microfibers having an average diameter about 3 urn or less. As a further example, from about 60 

io percent to about 100 percent of the meltblown microfibers may have an average diameter of less than 5 urn 
or may be ultra-fine microfibers. The meltblown fibers are formed from a non-elastomeric thermoplastic 
polymer which may be, for example, a polyolefm, polyester, or polyamide. H the polymer is a polyolefin, it 
may be polyethylene, polypropylene, polybutene. ethylene copolymers, propylene copolymers, butene 
copolymers and/or blends of the above. The nonwoven web may also be a mixture of meltblown fibers and 

is one or more secondary materials such as, for example, textile fibers, wood pulp fibers, particulates and 
super-absorbent materials. Where the meltblown fibers are formed from a polyolefin, the above-described 
heat treatment typically takes place at a temperature ranging from greater than the polymer's a-transition to 
about 10 percent below the onset of melting at a liquid fraction of 5 percent. 

In one further aspect of the present invention, one or more layers of the meltblown fiber barrier fabric 

20 having stretch and recovery properties may be joined with one or more other layers of material to form a 
multi-layer laminate. The other layers may be, for example, woven fabrics, knit fabrics, bonded carded 
webs, continuous filament webs <e.g., spunbonded webs), meltblown fiber webs, and combinations thereof. 

In still another aspect of the present invention, there is provided a disposable protective garment 
composed of generally planar sections joined by seams, in which at least one of the generally planar 

25 sections is a material composed of at least one layer of the stretchable barrier fabric described above. The 
seams may be. for example, conventional stitched seams or seams provided by ultrasonic welding, solvent 
welding, thermal welding or the like. 

The disposable protective garment may have a body portion, sleeve portions and leg portions extending 
therefrom. For example, the disposable protective garment may be a protective suit which includes: (1) a 

30 top section having a body portion and sleeve portions extending therefrom, and (2) a bottom section having 
leg portions. Desirably, the stretch direction of the stretchable barrier fabric will be generally parallel to the 
direction of motion of one or more of the body portion, sleeve portions or leg portions. In another aspect of 
the present invention, the disposable protective garment may be a gown having a body portion and sleeve 
portions extending therefrom. Desirably, the stretch direction of the stretchable barrier fabric will be 

35 generally parallel to the direction of motion of one or more of the body portion and sleeve portions. 

FIG. 1 is a schematic representation of an exemplary process for forming a stretchable barrier fabric 
utilizing a series of steam cans. 

FIGS. 2 and 3 are photomicrographs of an exemplary neckable material, prior to treatment 

FIGS. 4, 5, 6. 7, 8 and 9 are enlarged photomicrographs of an exemplary neckable material, prior to 

40 treatment 

FIGS. 10 and 11 are photomicrographs of an exemplary stretchable barrier matenal. 

FIGS. 12, 13, 14, 15. 16 and 17 are enlarged photomicrographs of an exemplary stretchable barner 

material. , . _ 

FIG. 18 is a graph of temperature versus total energy absorbed at peak load measured dunng heat 
45 treatment of an exemplary stretchable barrier material. .j- 
FIG. 19 Illustrates an exemplary disposable protective garment. 
FIG. 20 illustrates an exemplary disposable personal care garment 
FIG. 21 illustrates exemplary disposable protective coveralls. 

Referring to FIG. 1 of the drawings there is schematically illustrated at 10 an exemplary process for 
so making a barrier fabric having stretch and recovery properties. FIG. 1 depicts a process in which the heat 
treatment is carried out utilizing a series of heated drums. 

According to the present invention, a nonwoven neckable material 12 Is unwound from a supply roll 14 
and travels in the direction Indicated by the arrow associated therewith as the supply roll 14 rotates in the 
direction of the arrows associated therewith. 
65 The nonwoven neckable material 12 may be formed by one or more mertblowing processes and passed 
directly through the nip 28 without first being, stored on a supply roll 14. + * ■ 

The neckable material 12 passes over a series of heated drums <e.g.. steam cans) 16*26 in a series of 
reverse S-loops. The steam cans 16^26 typically have an outside diameter.of about ,24 inches ^though 
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other sized cans may be used. The contact time or residence time of the neckable material on the steam 
cans to effect heat treatment will vary depending on factors such as, for example, steam can temperature 
type and/or basis weight of material, and diameter of the meltblown fibers in the material. The contact time 
should be sufficient to heat the nonwoven neckable material 12 to a temperature at which the peak total 
energy absorbed by the neckable material is at least about 250 percent greater than the amount absorbed 
by the neckable matenal 12 at room temperature. For example, the contact time should be sufficient to heat 
the nonwoven neckable material 12 to a temperature at which the peak total energy absorbed by the 
neckable material is at least about 275 percent greater than the amount absorbed by the neckable material 
at room temperature. As a further example, the neckable material can be heated to a temperature at which 
the peak total energy absorbed by the neckable material is from about 300 percent greater to more than 
about 1000 percent greater than the amount absorbed by the neckable material at room temperature 

Generally speaking, when the nonwoven neckable material 12 is a nonwoven web of meltblown 
thermoplastic polymer fibers formed from a polyolefin such as. for example, polypropylene, the residence 
time on the steam cans should be sufficient to heat the meltblown fibers to a temperature ranging from 
greater than the polymer's or-transition to about 10 percent below the onset of melting at a liquid fraction of 
5 percent. 

For example, a nonwoven web of meltblown polypropylene fibers may be passed over a series of 
steam cans heated to a measured surface temperature from about 90 to about 150-C <1 94-302 *F) for a 
contact time of about 1 to about 300 seconds to provide the desired heating of the web. Alternatively and/or 
additionally, the nonwoven web may be heated by infra-red radiation, microwaves, ultrasonic energy flame 
hot gases, hot liquids and the like. For example, the nonwoven web may be passed through a hot oven 

Although the inventors should not be held to a particular theory, it is believed that heating a nonwoven 
web of meltblown thermoplastic non-elastomeric. generally crystalline polymer fibers to a temperature 
greater than the polymer's a-transition before applying tension is important Above the a-transition. crystals 
in the polymer fibers can be annealed into modified structures which, upon cooling in fibers held in a 
tensioned configuration, enhance the stretch and recovery properties (e.g., recovery from application of a 
stretching force) of a nonwoven web composed of such fibers. It is also believed that the meltblown fibers 
should not be heated to a temperature greater than the constituent polymer's onset of melting at a liquid 
fraction of five percent. Desirably, this temperature should be more than 10 percent below the temperature 
30 determined for the polymer's onset of melting at a liquid fraction of 5 percent. One way to roughly estimate 
a temperature approaching the upper limit of heating is to multiply the polymer melt temperature 
(expressed in degrees Kelvin) by 0.95. 

Importantly, it is believed that heating the meltblown fibers within the specified temperature range 
permits the fibers to become bent, extended and/or drawn during necking rather than merely slipping over 
35 one another in response to the tensioning force. 

The present invention may be practiced utilizing polymers such as. for example, polyolefins. polyesters 
and polyamides. Exemplary polyolefins include one or more of polyethylene, polypropylene, potybutene 
ethylene copolymers, propylene copolymers and butene copolymers. Polypropylenes that have been found 
useful include, for example, polypropylene available from the Himont Corporation under the trade designa- 
40 tion PF-015 and polypropylene available from the Exxon Chemical Company under the trade designation 
Exxon 3445G. Chemical characteristics of these materials are available from their respective manufacturers. 

The nonwoven web of meltblown fibers may be formed utilizing conventional meftblowing processes. 
Desirably, the meltblown fibers of the nonwoven web will include meltblown microfibers to provide 
enhanced bamer properties. For example, at least about 50 percent as determined by optical image 
45 analysis, of the meltblown microfibers may have an average diameter of less than about 5 urn <As yet 
another example, at toast about 50 percent of the meltblown fibers may be ultra-fine microfibers that may 
have an average diameter of less than about 3 urn. As a further example, from about 60 percent to about 
100 percent of the meltblown microfibers may have an average diameter of less than 5 urn or may be ultra- 
fine microfibers. 

so The nonwoven web may also be a mixture of meltblown fibers and one or more secondary materials. 
As an example of such a nonwoven web, reference is made to U.S. Patent Nos; 4,100.324 and 4,803 117 
the contents of each of which are incorporated herein by reference in their entirety, in which meltblown 
fibers and other materials are commingled to form a single coherent web of randomly dispersed fibers 
Such mixtures may be formed by adding fibers and/or particulates to the gas stream in which meltblown 

65 fibers are carried so that an Intimate entangled commingling of the meltblown libers and other materials 
occurs prior to collection of the meltblown fiber* upon coherent web of 

wd ^^?! s R e ^ ^PIS^ fibe ? ***** rhaterialsV Useful in such 

rK>nwovetf<^^ pulp v fibe^ 
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synthetic sources (e.g.. cotton, wool, asbestos, rayon, polyester, polyamide. glass, polyolefin. cellulose 
derivatives and the like), multi-component fibers, absorbent fibers, electrically conductive fibers, and 
particulates such as. for example, activated charcoal/carbon, clays, starches, metal oxides, super-absorbent 
materials and mixtures of such materials. Other types of nonwoven composite webs may be used. For 
example, a hydraulically entangled nonwoven composite web may be used such as disclosed in U.S. Patent 
Nos. 4,931.355 and 4.950.531 both to Radwanski. et al.. the contents of which are incorporated herein by 
reference in their entirety. 

From the steam cans, the heated neckable material 12 passes through the nip 28 of an S-roll 
arrangement 30 in a reverse-S path as indicated by the rotation direction arrows associated with the stack 
rollers 32 and 34. From the S-roll arrangement 30, the heated neckable material 12 passes through the nip 
36 of a drive roller arrangement 38 formed by the drive rollers 40 and 42. Because the peripheral linear 
speed of the rollers of the S-roll arrangement 30 is controlled to be less than the peripheral linear speed of 
the rollers of the drive roller arrangement 38. the heated neckable material 12 is tensioned between the S- 
roll arrangement 30 and the nip of the drive roll arrangement 38. By adjusting the difference in the speeds 
of the rollers, the heated neckable material 12 is tensioned so that it necks a desired amount and is 
maintained in such tensioned. necked condition while it is cooled. Other factors affecting the neck-down of 
the heated neckable material are the distance between the rollers applying the tension, the number of 
drawing stages, and the total length of heated material that is maintained under tension. Cooling may be 
enhanced by the use of a cooling fluid such as. for example, chilled air or a water spray. 

Generally speaking, the difference in the speeds of the rollers is sufficient to cause the heated neckable 
material 12 to neck-down to a width that is at least about 10 percent less than its original width (i.e.. before 
application of the tensioning force). For example, the heated neckable material 12 may be necked-down to 
a width that is from about 15 percent to about 50 percent less than its original width. 

The present invention contemplates using other methods of tensioning the heated neckable matenal 12. 
For example, tenter frames or other cross-machine direction stretcher arrangements that expand the 
neckable material 12 in other directions such as. for example, the cross-machine direction so that, upon 
cooling, the resulting material 44 will have stretch and recovery properties in a direction generally parallel to 
the direction that the material is necked. 

An important feature of the present invention is that stretch and recovery is imparted to the barner 
fabric of meltbtown fibers and/or meltblown microfibers without compromising the barrier properties of the 
fabric Meltblown fiber webs tend to resist necking because of their highly entangled fine fiber network. It is 
this same highly entangled network that is permeable to air and water vapor and yet is relatively 
impermeable to Bquids and/or particulates. Gross changes in this fiber network such as rips or tears would 
permit penetration by liquids and/or particulates. Unfortunately, because they are relatively unyielding and 
resist necking, highly entangled networks of non-elastic meltblown fibers respond poorly to stretching forces 
and tend to rip or tear. 

However, by heating the meltblown fiber web as described above, necking the heated matenal and then 
cooling it. a useful level of stretch and recovery can be imparted without sacrificing the desirable barner 
properties of the meltblown fiber web. Generally speaking, the process of the present invention does not 
create rips or tears which would reduce the hydrostatic head or greatly increase the porosity of the barner 
fabric. Measurement of the pore size distribution within the entangled fiber structure of the fabnc before and 
after the process typically shows no significant changes. Attempts to produce barrier fabrics with high levels 
of stretch and recovery in the absence of heat have typically been unsuccessful. As shown in the Example 
section, nonwoven webs of meltblown fibers saturated with mineral oil. polytetrafluoroethylene. or water to 
serve as a lubricant could be necked only as much as a control sample in the absence of heat Those same 
materials and the control sample ripped without further necking when higher levels of tension were applied. 

Thus the stretchable barrier fabrics of the present invention provide barrier properties at least as great 
as the barrier fabric did prior to processing. Desirably, the barrier fabrics of the present invention combine a 
hydrostatic head of at least about 20 cm with an ability to stretch at least about 10 percent and recover at 
least about 50 percent when stretched 10 percent. For example, the barrier fabrics of the present invention 
web may have a hydrostatic head of at least about 25 cm as well as the ability to stretch from about 15 
percent to about 60 percent and recover at least about 50 percent when stretched 60 percent Alternatively 
and/or additionally, the barrier fabrics of the present invention provide at least the above-described levels of 
stretch and recovery properties In combination with resistance to penetration by particulates expressed as a 
particle holdout effidency of at least about 96 percent for particles having an average diameter ranging from 
about 15 urn to greater than about 10 um. For example, the stretchable barrier fabric may have a particle 
holdout efficiency of about 98 percent for particles having an. average .diameter ranging from, about 15 um 
to about 7 ttm. The stretchable barrier fabric may also have a particle holdout effidehcy of at least about 40 
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ranging fronVabout O.oTto about 1 u! IiT llr ^ ^"1'°' P 3 ™ 38 ^ an average diameter 
particte hoidout efficiency of 22 50 Zrwt or ™ ! ^ tChabl9 ^ ,3briC may tave a 

s about 0.1 um. For example ^tZ^LZ^l P h3V,n9 3Vefa9e diameter 9 rea ter *an 

percent or more for psriS^Z ^tl^Z^ T* 7 * P *** h °' d ° Ut effidenCV of *<" » 
Furthwmnr. ^iL TV - avera 9® diameter ranging from about 0.3 to about 1 um 

nV^T^F^Zo^Lt^ r: SSnt inV6nti0n may h3Ve a ^ exc^dTng about 15 
CFM/ft*. is aSrTxaS P L b^T^" 0 8 fr ° m about 30 to about 100 

;o CFM/ft*. P • ^ b " mer ,abr ' C may have a prosily ™ging from about 45 to about 90 

For ~at^h^ about 6 to about 400 grams per sguare mete, 

exampie. the basis weightTayTa^ fTm Z^ J^To ™ P " ^ ** 

* allows lightweight r^wove^^T^ ** ~ ~™ * 

carded webs, continues fiS^ °S me^Z'iSl £ amP ' e ' WW8n kntt ,abrics - 

other materiais will have ZT Z> s^me dTl of ^ 'h^ COmbinations * e «*>f. Desirably, the 
barrier fabric. For example » *e^T feS ™„ J^L^ '""""V pr0perties 88 ^ *«*chable 
about 85 percent J^Z^^J^^^f^ Up to *»* 25 P°"»nt and will recover 
up to about 25 percent. * ' ® °* er teyerS ° f m3terial shouW a,so *• adapted to stretch 

nber^lch^noTZn^r ^^XL'lZT™ T* * ^propylene 
30 and 3 are 51 gsm nonwoven webs ^™T™ f P ,nVent,0n - 17,6 fabrics show > «" FIGS. 2 

meltblowing process equipment. ^ po, » re W ta » formed utilizing conventional 

rJ^SSS^^SS 7t£? - a nonwoven web of 

portion of £Z2EZ££ FIGsVanol FIG Te "^SSS^^ ° Ph0t0flr3PhS ° f 3 
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When compared to the mettblown polypropylene fibers shown in FIGS. 5-9. the meltblown poly- 
propylene fibers shown in FIGS. 14-17 have small sections where the fiber diameter is less that the 
diameter of the surrounding portions, ft appears that the mettblown polypropylene fibers have actually been 
drawn or extended while the tensioning force was applied to the heated fibers. Although the inventors 
should not be held to a particular theory of operation, it is believed that the presence of the drawn sections 
on the meltblown polypropylene fibers is an indication that the meltblown polypropylene fibers have been 
heated to a temperature ranging from greater than the polypropylene's ..-transition to about 10 percent 
below the onset of melting at a liquid fraction of 5 percent and then stretched and cooled so that a 
nonwoven web of such fibers is adapted to have stretch and recovery properties. 

EXAMPLE 1 

A tensioning force was applied to neck a sample barrier fabric maintained under specific environmental 
conditions to see which, if any, conditions would yield appreciable amounts of necking. Breaks and/or tears 
at low levels of necking would indicate loss of barrier properties. All samples were tested on the same 
equipment in the same environmental chamber. The different conditions studied were: 

1. "As is - RT" describes tests conducted at room temperature (about 70 -F or 21 «C) without any 
additives applied to the samples. 

2. "As is - 90' C" same as condition 1. except the samples were tested in an environmental chamber set 

3* "As'is -130'C" same as condition 1, except the samples were tested in an environmental chamber 

set at 130'C. 4 . ... 

4. -Mineral oil - RT" describes tests conducted at room temperature on samples that were saturated with 

mineral oil and patted dry on paper toweling. 
25 5. -Mineral oil - 130'C" same as condition 4, except the samples were tested in an environmental 
chamber set to 130- C. 

6. "Teflon® coated - RT" describes tests conducted at room temperature on samples that were treated 
with Scotchguard® as a source of polytetrofluroethylene. 

7. "Water saturated - RT" describes tests conducted at room temperature on samples that were 
so saturated with tap water containing a small amount of Aerosol OT 75 wetting agent. 

Two types of nonwoven barrier fabrics were used: (1) a bonded nonwoven web of meltblown 
polypropylene fibers having a basis weight of about 34 grams per square meter (gsm). and (2) an unbonded 
nonwoven web of meltblown polypropylene fibers having a basis weight of about 51 gsm. 

A sample measuring about 3 inch by 6 inches (6 inch length running parallel to the mach.ne direction 
(MD) of the sample) was loaded into the 3 inch by 1 inch (i.e.. each jaw was 3 inches wide by 1 inch i high 
jaws of an Instron Model 1122 Universal Test Instrument. The jaws were surrounded by an Instron Model 
3111 series 808 environmental chamber (which had a window in the door) during the tests so the sample 
environment (temperature) could be controlled. The environmental chamber was preset to a desired 
temperature and allowed to come to equilibrium. A thermometer was used to insure an accurate tempera- 

40 ^aS' toading the jaws, the sample was held in the chamber for at least three minutes to permit the 
sample to heat up and let the chamber reattain equilibrium. 

A video camera was moved into position so the sample could be seen through a window in the 
chamber. The distance from the camera lens to the sample was about 12 inches. A macro lens was used 
and focused to enlarge the sample. The camera was started and run for about 5 seconds to provide a 
sample width reading at zero tension before the Instron crosshead was started. The following Instron 
measurements were made for each sample: (1) peak load, peak elongation, and peak total energy 
absorbed; and (2) break toad, break elongation and total energy absorbed at break. The tensile testing was 
conducted utilizing the Instron test equipment essentially in accordance with Method 5100 of Federal Test 
Method Standard No. 191A. The sample .gauge length was set at 3 inches and the cross-head speed was 
set at 12 inches per minute. ^ 

The video camera tape was replayed on a freeze frame tape player. The freeze frame feature was used 
so the sample width could be measured directly off the viewing screen. One measurement was made 
viewing the tape of the unstretched sample (1*.. before starling the Instron test equipment). The tape was 
ss advanced to the point at which the sample broke and then backed-up a couple of frames to the point just 
before the sample broke. A minimum sample width was measured directly off the viewing screen. 

With respect to tensile properties, toad refers to the force or resistance encountered while elongating a 
sample. Peak toad refers to the maximum toad encountered when elongating the sample. Break toad refers 
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the load encountered at the break or failure of a sample. As used herein, load is expressed in units of force 
(e.g., poundsiorce) for samples measuring 3 inches wide by 6 inches long. 

Total energy absorbed refers to the total area under a stress versus strain (i.e., load vs. elongation) 
curve up to a specified load. Peak total energy absorbed is the total area under such a curve up to the point 
of peak or maximum load. Total energy absorbed at break is the total area under such a curve up to the 
load at break or failure of the sample. Total energy absorbed is expressed in units of work/flength) 2 such as 
for example, (inch • IbSf^/finch) 2 . 

Elongation or stretch refers to a ratio determined by measuring the difference between a nonwoven 
web's initial unextended measurement (e.g., length) and its extended measurement in a particular dimen- 
sion and dividing that difference by the nonwoven web's initial unextended measurement in that same 
dimension. This value is multiplied by 100 percent when elongation is expressed as a percent. Peak 
elongation is the elongation measured when the material has been stretched to its peak load. Break 
elongation is the elongation measured when the material has be stretched to break or failure. 

The data from testing under the different conditions described above is presented on Tables 1-5. Table 
1 provides the "neck-down" properties of the bonded material (i.e.. the pattern bonded nonwoven web of 
meltblown propylene fibers - basis weight 34 gsm). Table 2 is a summary of the tensile data for the bonded 
material. Table 3 gives the neck-down properties of the unbonded materials (i.e., a nonwoven web of 
meltblown polypropylene fibers - basis weight 51 gsm). Table 4 is a summary of the tensile data for the 
unbonded material. Table 5 provides a summary of the tensile properties for the unbonded material (i.e.. a 
nonwoven web of meltblown polypropylene fibers - basis weight 51 gsm) measured during tests conducted 
at temperatures of 30 • C. 55 • C, 82 • C. 95 • C, 1 05 • C, 1 30 • C and 1 50 • C 
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40 



MEASUREMENT OF SAMPLE WIDTH BEFORE TESTIIN 


IG AND AT B 


REAK 




Initial Width (mm) 


Break Width (mm) 


Diff. (mm) 


Percent Neck-down 


MELTBLOWN: BONDED 


AS IS - RT 


146 


112 


34 


23.3 


138 


114 


24 


17.4 


AVG = 21.0 


157 


115 


42 


26.8 


STD* = 3.8 


157 


131 


26 


16.6 


160 


126 


34 


21.3 


AS IS 90 • C 


145 


81 


64 


44.1 




128 


75 


53 


41.4 


MVV3 — "tO. / 


152 


80 


72 


47.4 


STD = 2.1 


159 


92 


67 


42.1 


154 


87 


67 


43.5 


AS IS 130-C 


153 


, 84 


69 


45.1 


159 


80 


79 


49.7 


AVG = 46.9 


151 


81 


70 


46.4 




150 


81 


69 


46.0 


135 


71 


64 


47.4 


MINERAL OIL - RT 


139 


113 


26 ! 


18.7 


141 


109 


32 


22.7 


AVG = 23.1 


133 


97 


36 


27.1 




134 


100 


34 


25.4 


140 


110 


30 


21.4 


MINERAL OIL-1 30 *C 


128 


88 


40 


31.3 


127 


85 


42 


33.1 




| 138 


89 


49 


35.5 


AVG = 35.0 


140 


88 


52 


37.1 


STD = 2.3 


143 


89 


54 


37.8 


144 


93 


51 


35.4 


WATER SATURATED 


152 


120 


32 


21.1 


147 


115 


32 


213 


AVG = 21.2 


149 


118 


31 


20.8 


STD = 0.8 


144 


115 


29 


20.1 


148 


115 


33 


22.3 


TEFLON COATED 


140 


109 


31 


22.1 


144 


115 


29 


20.1 


AVG = 21.4 


139 


110 


29 


20.9 


STD = 0.8 


142 


111 


31 


2.18 


141 


110 


31 


22.0 



* = standard deviation 
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MEASUREMENT OF SAMPLE WIDTH BEFORE TESTW 


a Kin AT c 

i\j AND A 1 t 




SAMPLE 


Initial Width <mm) 


Break Width (mm) 


Diff. (mm) 


Percent Neck-down 


MELTBLOWN:UNB0NDED 


AS IS - RT 


163 


142 


21 


12.9 




155 


140 


15 


9.7 ! 


AVG = 11.0 


154 


130 


24 


15.6 


STD = 2.9 


151 


140 


11 


7.3 




155 


140 


15 


9.7 


AS IS90*C 


145 


95 


50 


34.5 




■4 A -i 
141 


o%> 


56 


39.7 


AVG = 38.9 


143 


84 


59 


41.3 


STD = 2.4 


146 


90 


eft 


OO.H 




153 


91 


62 


40.5 


AS IS 130*C 


142 


77 


65 


45.8 




144 


75 


69 


47.9 


AVG = 46.4 


143 


74 


69 


483 


STD = 3.1 


140 


71 


69 


49.3 




143 


85 


58 


40.6 


MINERAL OIL - RT 


155 


142 


13 


8.4 




163 


143 


20 


12.3 


AVG = 10.2 


162 


145 


17 


10.5 


STD = 1.7 


162 


143 


19 


11.7 


158 


145 


13 


8.2 
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It was found that heating the samples before applying the tensioning force, either with or without an 
ss additive, had a significant effect on almost all of the measured variables. Generally speaking, it wasfound 
that stretch and recovery properties could be Imparted to the |>arrler, fabrics fi*., nonwoven weosjpt 
meltblown polypropylene fibers) without diminishing their barrier properties by heating the nonwoven webs 
of polypropylene fibers to a temperature at which the peak, total energy absorbed by the nonwoven web of 
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meltblown polypropylene fibers is at least about 250 percent greater than the amount absorbed by the 

rX^To me,tbk T P 0 '^' 6 " 6 ,ibe ' s « «*" temperature; app.ying a tensioning £J to neck 
me heated nonwoven web; and cooling the necked nonwoven web. It was found to be desirable to heat me 
nonwoven web of meitblown po.ypropy.ene fibers to a temperature at which the peak total energy abSbed 

web ItZTZTJ* 3t i eaSt *"* 275 ^ 9reat6f than the amount ***** * the'nonwotn 
T ^P 6 ; 31 ^ 6 - ** example, the nonwoven web of meltblown pofypropylene fibers can be 

o^ent JLZT HI! WWCh *** ^ enef9y abSOrb6d b * me nonwove " ™ b i» ^m about 300 

a^oom tempta*™* ^ than ^ am ° Unt abSOfbed by the nonwov «" 

Heating significantly decreased peak load while it significantly increased peak elongation (enough to 

ZTZSTr ° f T* " d neC ^° Wn - The inCreaSed tOU 9 hness ,or *• Snp.es at higher tempera 
turns .nd.cates decreased process sensitivity. Only a little amount of excess energy is needed to break the 
web at room temperature while the web is much more forgiving at elevated temperatures. The e«£soi 

2r*J n ! F ' G - x 8 ^ " 3 9faph ° f *"P-*- ""sua total energ? absorbed Z p^Ttoad 
plotted from data taken from Table 5 for the unbonded nonwoven web of meltblown polyprepyJe In Rg 
18. it was assumed that the nonwoven web of meltblown polypropylene heated to the melting point of 
polypropylene (,.e. 165 -Q would have no measurable value for Peak Total Energy Absorbed 

Generally speaking, this range of temperatures at which the Peak Total Energy Absorbed is increased 
J*, increased toughness) is believed to approximately correspond to temperatures ranging from greS 
Son rjRSST °- franSiti0nt0 about 10 Propylene's onset of meJing at a^gufd 

riimilSnnTrr 1° f* * corre,ation peak elongation and percent neck-down which indicates a 

dimm.sh.ng return of elongating or drawing the sample to get increased amounts of neck-down 

!°"" d »hat additives put on the fibers (e.g.. Teflon® (polytetrafluroethylene in the form of 

S S', 0 '; LZV* 9 - minera ' Oi0 Which would lubricate fibers to reduce interfiber friction 
T ^ds about 30 percent while increasing peak-elongation about 10 percent for the bonded 
samples- The neck-down was not significantly affected. Saturating the bonded sample with the surfactant 
solution had essentially no effect on any property. surractant 

30 EXAMPLE 2 

fahri?^ 0 Vk T S ^ P^ 1 ' 65 were measured for a control sample and a stretchable meltblown barrier 
™* T bamer fabnc was a 51 gsm unbonded nonwoven web of meltblown polypropylene fibers 

evalua1es C ^i e i i Z^ U K ment$ * the ftexibi,ity of * e ^ CU P <™h test 

^S^if^ by . me asunng the peak load required for a 4.5 cm diameter hemispherical^ 

.S^ n iTlL 8 9%9 V"** of sha Ped into an approximately 6.5 cm diameter by 6 5 cm taJ 
nZS ^ C "P shap f «** is surrounded by an approximately 6.5 cm diameter cylinder to 

mamtam a unrform deformation of the cup shaped fabric. The foot and the cup are aligned to avoid contact 
EEUS* 8 "? T !? T ^ mi9ht 3f,eCt *• ^ toad- The peak toad is measured j££ 
LSS^Sf 8 ^ k" 25 inCh6S Per < 15 inches P« r «"!nuto) utilizing a Model FTD-G-500 

load MO (500 gram range) available from the Schaevitz Company. Tennsauken. New Jersey 

f^^J^S TV!!* 0 ^P' 6 was determined essentially in accordance with Method 5041 of 
Federal Test Method Standard No. 191 A. 

PrJJ™^* wa l determined utilizing a Frazier Air Permeability Tester available from the" Frazier 
Precision Instrument Company and measured in accordance with Federal Test Method 5450. Standard No 
191 A except that the sample size was 8" X 8" instead of 7" X T. Porosity may be expressed in unite of 

m£E*Z SKST ,or example> (cubic ,eet - minute) square ~* material <* 9 

Measurements were made of the effective equivalent diameter of pores In the barrier fabric. Pore sizes 
were determined by liquid displacement techniques utilizing a Coulter Porometer and Coulter POROFIL™ 
ava.labje from Coulter Electronics Limited. Luton. England. The mean flow pore size is 

tSS^XZ^'t™ ^ * Wh 8 BquW hav,nfl 8 tow surface tension <£>.. Coutter 
™ ROF ^ >: P^fa ' 8 applied to one side of the sample. Eventually, as the air pressure s increased 
the caprtlary ^a^tWn ^«e fluid In the largest pores te overcome, forcing the liquid o^ J^wSgTto' 
pass tfirough fte sample. With further increases in the air pressure. prognLfvely amaltor^nd smSS Ses 
wUI clear. A flow versus pressurt relationship' for the wet sample can ^ established- and com^^ed to^e 
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results for the dry sample. The mean flow pore size is measured at the point where the curve representing 
50% of the dry sample flow versus pressure intersects the curve representing wet sample flow versus 
pressure. The diameter of the pore which opens at that particular pressure (i.e., the mean flow pore size) 
can be determined from the following expression: 

Pore Diameter (um) = (40r)/pressure 

where r = surface tension of the fluid expressed in units of mN/M; the pressure is the applied pressure 
expressed in millibars (mbar); and the very low surface tension of the liquid used to wet the sample allows 
one to assume that the contact angle of the liquid on the sample is about zero. 

The particle hold-out efficiency was determined by InterBase Resources. Inc. of Grass Lake. Michigan, 
in accordance with IBR Test Method No. E-217. Revision G (1/15/91). The test determined air filter retention 
of dry particles suspended in pure air via a single pass challenge test. A concentrate suspension of 
contaminant was injected into a feed air stream directed to a test sample. The particle size distnbubon was 
measured both upstream and down stream of the test filter. Dry contaminant was obtained from the AC 
Spark Plug Division of General Motors Corporation in a F.ne Grade (0.09 to 1.0 um) and a Coarse Grade 
(1 5 to > 100 um). Particle size distribution for Fine Grade particles was determined utilizing a HIAC/Royco 
5109 Particle Counting System available from the HIAC/Royco division of Pacific Scientific Company. 
Particle size distribution for Coarse Grade particles was determined utilizing a HIAC/Royco CD 400 Sensor. 
S/N 9002-020. available from the HIAC/Royco division of the Pacific Scientific Company. Tests were 
conducted at room temperature under airflows of 4 and 8 Standard cubic feet per minute through a circular 
sample having a diameter of about 90 mm. 

General properties of the control barrier fabric and the stretchable barrier fabric are presented in Table 
5 Tables 6 and 7 contain the results of particle barrier testing of the control barrier matenal and the 
stretchable barrier material. Generally speaking, a barrier material having stretch and recovery properties 
should have particle barrier properties at least as effective the control barrier matenal. 
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Control Unbonded 51 gsm PP ME 


» Necked-down30%at230«F] 
j Surface Temperature | 


10 


1 Hydrostatic Head (cm) 

1 Bulk (in) 

1 Cup Crush (g) 

1 (g/mm) 

J Bask Weight (gsm) 


J 67 """" 
1 -016 
242 
5223 


72 j 
187 

I 3664 I 




1 MD Tensile 


1 Do.*: 


I 587 J 


15 


Peak Load (lbs) 
1 Peak Elong (%) 

PeakTEA(in.|bs t Mn2) 


J 7.63 
1 14.2 
2.43 


I 7.54 1 
J 6.42 1 




1 CD Tensile 




.882 


20 


Peak Load (lbs) 
Peak Elong (%) 

PeakTEAfln.lbSfJ/in*) J 
Frazier Porosity 
(CFM/ft2) 


4.76 ' 
27.8 

2.93 I 
31 


3.07 I 
36.1 

1.68 I 
32 


25 J 


Coulter Profiles (microns) j 
Mean Flow Pore Size 1 








% of pores: 1 


17.5 T 


17.0 j 


30 
35 


< 5 microns ] 
5 to 10 
10 to 15 

15 to 20 I 
20 to 25 
25 to 30 
> 30 


3 J 

17 

28 

39 

10 

2 I 
<1 I 


3 "j 

14 I 

30 

39 

10 

3 I 
<1 I 
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Meltblown and meltblown containing laminates were heated to about 1 10 • C (230 • F). A tensioning force 
was applied in the material's machine direction until a 30% toss in width was observed (i.e.. until a 30% 
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neck-down was observed). The material was allowed to cool while maintained in the necked-down condition. 
The resulting material had stretch and recovery properties in the cross-machine direction (i.e.. perpendicular 
to machine direction). Stretch and recovery properties of the materials were measured from 4 inch x 6 inch 
samples of the stretchable material. The 6 inch dimension was in the cross-machine direction and 4 inch 
dimension was in the machine direction. 

Material was mounted in the jaws of an Instron Model 1122 Universal Test Instrument to pull the 
material in the cross-machine direction (along the 6" length). The gauge length was set at 3 inches and the 
position of the jaws on the material was marked with lines. 

The Instron was set to elongate the material specified distances for particular stretch percentages: 

0.3" = 10% of initial jaw spacing, or 10% stretch 

0.6" = 20% of initial jaw spacing, or 20% stretch 

0.9" = 30% of initial jaw spacing, or 30% stretch 

1.2" = 40% of initial jaw spacing, or 40% stretch 

1.5" = 50% of initial jaw spacing, or 50% stretch 

1.8" = 60% of initial jaw spacing, or 60% stretch 

2.1 " = 70% of initial jaw spacing, or 70% stretch 

2.4" = 80% of initial jaw spacing, or 80% stretch 

2.7" = 90% of initial jaw spacing, or 90% stretch 

3.0" = 100% of initial jaw spacing, or 100% stretch 
A different material sample was elongated to each of the specified distances and then immediately relaxed 
and removed from the jaws. 

Table 8 lists the results of stretch and recovery tests of a nonwoven laminate treated to have stretch 
and recovery properties. The stretchable barrier fabric was composed of two layers of 18 gsm spunbonded 
webs sandwiching an 18 gsm nonwoven meltblown fiber barrier fabric. The material had a total basis weight 
of about 54 gsm. The spunbonded and meltblown fabrics of that particular laminate were formed from an 
extrudable random copolymer containing from about 3 to about 4 percent, by weight, of ethylene co- 
monomer and from about 96 to about 97 percent, by weight, propylene. 

Some samples were pulled to the maximum stretch length and relaxed three times in the Instron jaws 
prior to being removed to calculate recovery. These recovery values are reported as "RECOVERY AFTER 
THREE REPETITIONS". Table 9 lists the results of stretch and recovery tests of an unbonded 51 gsm 
nonwoven web of meltblown polypropylene fibers treated to have stretch and recovery properties. Table 10 
lists the results of stretch and recovery testing for a nonwoven laminate treated to have stretch and 
recovery properties. The stretchable barrier fabric was composed of two layers of 13.6 gsm spunbonded 
webs sandwiching an 6.8 gsm nonwoven meltblown fiber barrier fabric. The material had a total basis 
weight of about 34 gsm. The spunbonded and meltblown fabrics of that particular laminate were formed 
from an extrudable random copolymer containing from about 3 to about 4 percent, by weight, of ethylene 
co-monomer and from about 96 to about 97 percent, by weight, propylene. 



TABLE 8 
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Material 



54 gsm Spunbond/Meltblown/Spunbond Laminate 



Stretch % 



10 
20 
30 
40 
50 
60 
70 
80 



% Recovery 



100 
100 
100 
100 
100 
93 
88 
82 
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TABLE 9 



Material 


Stretch % 


First Stretching Average 
% Recovery 


AFTER THREE REPETITIONS 
Average % Recovery 


51 gsm 

Polypropylene 

Meltblown 


10 

20 
30 


100 
97 
98 


100 
97 
100 
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Material 



34 gsm S P unbond/Meltblown^ pun bond 



First Stretching 
Average % Recovery 



10 


100 


20 


100 


30 


98 


40 


96 


50 


95 


60 


94 


70 


91 


80 


88 


90 


89 



AFTER THREE 
REPETITIONS 
Average % 
Recovery 

97 



78 



30 



35 



40 



50 



65 



described P iSchabte^ C £** d If to a dis P°sable protective garment mad* ^ 
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having'stretS ^ ^ ^ dis « S Ze^tsT^ " 

for example surair^ ^ pr0pert,es - particularly well suited for ,,cf? ^ present Mention. 
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at least one layer of a nonwoven web mettblown fibers (including meltblown microfibers) having stretch and 
recovery properties with at least one spunbonded continuous filament web. An exemplary three^yer fabric 
having a first outer ply of a spunbonded web, a middle ply of a mettblown fiber web. and a second outer ply 
of a spunbonded web may be referred to in shorthand notation as "SMS". Such fabrics are described in 
U.S. Patent Nos. 4,041.203, 4,374,888. and 4,753,843. the contents of which are incorporated herein by 
reference. Those patents are assigned to Kimberly-Clark Corporation, the assignee of the present invention. 

To improve resistance to liquid and reduce static buildup, the material may also be treated with 
compositions such as Zepel® and Zelec® K-C, available from E. I. du Pont De Nemours. 

FIG. 19 illustrates an exemplary disposable surgical gown 80 of the present invention which is adapted 
to conform to the body of a wearer and which is made from a stretchable barrier fabric. The manufacture of 
such a gown may be in accordance with known automated, semi-automated, or hand assembly procedures. 
An example is set forth in U.S. Patent No. 3,570.012 to Winters, incorporated herein and assigned to the 
assignee of the present invention. As shown, the gown 80 includes sleeves 82. cuffs 84, neck opening 86 
including closure means 88, overlapping back panels, and a belt 90 for closing the gown. The sleeves 82 
may be oriented so that the stretch direction of the stretchable barrier fabric may be either parallel or 
transverse to the direction of motion (i.e.. the length) of the sleeve 82. Each configuration provides certain 
advantages. For example. if the stretch direction of the sleeve 82 is oriented to be transverse to the 
direction of motion (i.e., length), the dimensional stability of the sleeve is especially well suited to closed- 
glove suit up procedures. 

The materials described above are also well suited for use in the construction of disposable personal 
care products such as, for example, disposable diapers and disposable incontinence products which are 
adapted to conform to the body of a wearer. The materials are especially well suited as an outer layer for 
disposable diapers which is comfortable and conformable but retains liquids within the confines of the 
diaper. 

25 FIG. 20 schematically illustrates an exemplary disposable diaper or incontinence product 92 that 
includes a liner 94. an absorbent medium 96 and a backing material 98. Desirably, the backing material 98 
is a stretchable barrier fabric as described above and is adapted to conform to the body of a wearer. 
Exemplary disposable diapers and incontinence products are set forth in U.S. Patent Nos. 3,520,303. 
4,701.171, 4,747,846 and 4,756,709 assigned to the assignee of the present invention and incorporated 

30 herein by reference. 

FIG 21 schematically illustrates exemplary disposable protective coveralls 100 of the present invention 
which are adapted to conform to the body of a wearer. The coveralls 100 contain a left panel 102 which 
includes a left body portion 104 and a left leg portion 106. The coveralls contain a left sleeve portion 108 
which is joined to the left panel 102 by a seam 110. The coveralls also contain a right panel 112 which 

35 includes a right body portion 114 and a right leg portion 116. The coveralls contain a right sleeve portion 
118 which is joined to the right panel 112 by a seam 120. The left panel 102 and the right panel are joined 
by a zipper closure 122 and a seam 124. A collar 126 is attached by a seam 128. Desirably, left panel 102 
and right panel 112 are constructed so that seam 130 joins an upper half 132 and a lower half 134. The 
direction of stretch of the barrier fabric in the upper half 132 corresponds to the direction indicated by the 

40 arrows associated therewith. The direction of stretch of the barrier fabric in the tower half 134 corresponds 
to the direction indicated by the arrows associated therewith. Similarly, a desired stretch direction of sleeve 
portions 108 and 118 corresponds to the direction indicated by the arrows associated therewith. Diffenng 
constructions are contemplated and various seams and panels of other possible constructions are not 
shown. An exemplary coverall is set forth in U.S. Patent No. 4.670.913. assigned to the assignee of the 

45 present invention and incorporated herein by reference. .j. - 

Claims 

1 A stretchable nonwoven barrier fabric comprising at least one web of non-elastomeric meltblown 
so thermoplastic polymer fibers, the barrier fabric having been heated and then necked so that it is 
adapted to stretch at least about 10 percent more than an identical untreated nonwoven web of 
mettblown fibers. 

2. The stretchable barrier fabric of claim 1 wherein the stretchable barrier fabric is adapted to stretch from 
65 15 percent to 60 percent and recover at least 70 percent when stretched 60 percent 

3. The stretchable barrier fabric of claim 2 wherein the stretchable terrier fabric is adapted to stretch from 
20 percent to 30, percent and recover at least 75 percent when sketched 30 [ percent. 

25 
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The stretchab.e barrier fabric of claim 4 wherein the hydrostatic head ranges from 35 to 120 cm. 
The stretchable barrier fabric of ciaim 5 wherein the hydrostatic head ranges from 40 to 90 cm. 

iiy^LTTJt?* %zz rzrr c,aims wherein - ^ - «**- 

urn. ° 6nt f ° r P 8 ^'* 8 hav, "9 an avera 9e diameter of greater than 0.1 

urn. P 1 f0r P 8 * 10 ' 68 h av'"9 an average diameter of greater than 0.1 

a,. 85 PaflKfcs ">vin 9 an avenge aimel.r ol to, ,. s 

" ^ SMlSSSsr"- **■ bb * — ■* «™»° — — - 
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ranging from greater than the polymer's a-transltion to about 10 percent betow the onset of melting at a 
liquid fraction of 5 percent. 

20 The method of any one of claims 16 to 19 wherein the meltblown thermoplastic polymer fibers 
comprises meltblown polypropylene fibers and a nonwoven web of such fibers is heated to a 
temperature ranging from 105 to 145 degrees Centigrade. 

21. The method of claim 20 wherein a nonwoven web of meltblown polypropylene fibers is heated to a 
temperature ranging from about 1 10 to about 140 degrees Centigrade. 

22. The method of claim 20 wherein a nonwoven web of meltblown polypropylene fibers is heated to a 
temperature ranging from 120 to 125 degrees Centigrade. 

23. The method of any one of claims 16 to 22 wherein the tensioning force is sufficient to neck the 
nonwoven web to a necked width that is at least 10 percent less than the width of the nonwoven web 
before application of the tensioning force. 

24 The method of claim 23 wherein the tensioning force is sufficient to neck the nonwoven web to a 
necked width that is from 15 percent to 50 percent less than the width of the nonwoven web before 
20 application of the tensioning force. 

25. The method of any one of claims 16 to 24 wherein the nonwoven web is heated by infra-red radiation, 
steam cans, microwaves, ultrasonic energy, flame, hot gases, and/or hot liquid. 
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26. Use of the stretchable nonwoven barrier fabric of any one of claims 1 to 15 or obtained by the process 
of any one of claims 16 to 25 as at least one layer of a multilayer material. 

27. A multilayer material comprising at least one layer of the stretchable barrier fabric according to any one 
of claims 1 to 15 or obtained by the process of any one of claims 16 to 25 and at least one other layer. 

2a The multilayer material of claim 27 wherein the other layer is selected from the group consisting of 
woven fabrics, knit fabrics, bonded carded webs, continuous spunbond filament webs, meltblown fiber 
webs, and combinations thereof. 

29. A disposable protective garment (100) comprising generally planar sections joined by seams, at least 
one of the sections being composed of a nonwoven material comprising at least one layer of the 
stretchable barrier fabric according to any one of claims 1 to 15 or obtained by a process of any one of 
claims 16 to 25. 

3a The disposable protective garment of claim 29. the garment being protective coveralls having a body 
portion (104.114). sleeve portions (108.118) and leg portions(106.116) extending therefrom and in which 
the stretch and recovery properties of the barrier fabric is parallel to the direction of motion of at least 
one of said body portion (104.114). sleeve portions (108.118) or leg portions (106.116). 

45 31. The disposable protective garment of claim 29. the garment being a gown (80) having a bog* portion 
and sleeve portions (82) extending therefrom and in which the stretch and recovery properties* the 
barrier fabric is parallel to the direction of motion of at least one of said body portion or sleeve portions 
(82). 

so 32. The disposable protective garment of claim 29, the garment being a protective suit comprising: 
a top section comprising a body portion and sleeve portions extending therefrom, and 
a bottom section comprising leg portions. 
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FIG. 5 
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FIG. 6 
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FIG. 17 
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